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of a fluidising gas which comprises recycle oas from .1 ? ^ . continuous upward flow from the base oMhf,2f ? 
The nuldising gas enters the boHcS ofTe ^c^'j ^.^ °' ' make-up ,eS ' 

. " P^^'-^'^V through a fluidisation grid to the 

can become unstable or even lift out of the reactor inrhl^ f " '=°'"'"ercial practice. Beyond this limH ?hTh!w 
to the recycle gas compressor or blower IS^S^ Sr^'TK ""^'"^ '° '"'^''^S^ °' ^4c>e Ee and cSmaoe 

sea. or .f ethylene is to be polymerised, it can be a liquid 
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saturated hydrocarbon. The spray nozzle is described by reference to the fluidised bed polymerisation of vinyl chloride. 

GB-A-1 398965 discloses the fluidised bed polymerisation of ethylenically unsaturated monomers, especially vinyl 
chloride, wherein thermal control of the polymerisation is effected by injecting liquid monomer into the bed using one 
or more spray nozzles situated at a height between 0 and 75% of that of the fluidised material in the reactor. 

s US-A-4390669 relates to homo- or copolymer isation of olefins by a multi-step gas phase process which can be 

carried out in stirred bed reactors, fluidised bed reactors, stirred fluidised bed reactors or tubular reactors. In this 
process polymer obtained from a first polymerisation zone is suspended in an intermediate zone in an easily volatile 
liquid hydrocarbon, and the suspension so obtained is fed to a second polymerisation zone where the liquid hydrocarbon 
evaporates. In Examples 1 to 5. gas from the second polymerisation zone is conveyed through a cooler (heat exchang- 

10 er) wherein some of the liquid hydrocarbon condenses (with comonomer if this is employed). The volatile liquid con- 
densate is partly sent in the liquid state to the polymerisation vessel where it is vaporised for utilisation in removing 
the heat of polymerisation by its latent heat of evaporation. This reference does not state specifically how the liquid is 
introduced into the polymerisation. 

EP-A-89691 relates to a process for increasing the space time yield in continuous gas fluidised bed processes for 

IS the polymerisation of fluid monomers, the process comprising cooling part or all of the unreacted fluids to form a two 
phase mixture of gas and entrained liquid below the dew point and reintroducing said two phase mixture into the reactor. 
This technique is referred to as operation in the 'condensing mode'. The specification of EP*A-89691 states that a 
primary limitation on the extent to which the recycle gas stream can be cooled below the dew point is in the requirement 
that gas-to-liquid be maintained at a level sufficient to keep the liquid phase of the two phase fluid mixture in an entrained 

20 or suspended condition until the liquid is vaporised, and further states that the quantity of liquid in the gas phase should 
not exceed about 20 weight percent, and preferably should not exceed about 10 weight percent, provided always that 
the velocity of the two phase recycle stream is high enough to keep the liquid phase in suspension in the ga$ and to 
support the fluidised bed within the reactor. EP-A-89691 further discloses that it is possible to form a two-phase fluid 
stream within the reactor at the point of injection by separately injecting gas and liquid under conditions which will 

2B produce a two phase stream, but that there is little advantage seen in operating in this fashion due to the added and 
unnecessary burden and cost of separating the gas and liquid phases after cooling. 

EP-B-1 73261 relates in particular to improvements in the distribution of fluid introduced into fluidised bed reactors 
and refers in particular to operation in the condensing mode as described in EP-A-89691 (supra). More particularly, 
EP-B-1 73261 states that operation using an inlet to the base of the reactor (beneath the distribution plate or grid) of 

30 the slandpipe/conical cap type (as depicted in the drawings of EP-A-89691 ) is not satisfactory tor a condensing mode 
of operation due to liquid flooding or frothing in the bottom head, a phenomenon experienced with commercial reactors 
at relatively low levels of liquid in the recycle stream. 

It has now been found that by cooling the recycle gas stream to a temperature sufficient to form a liquid and a gas 
and by separating the liquid from the gas and then feeding the liquid directly to the fluidised bed, the total amount of 

35 liquid which may be reintroduced into the fluidised bed polymerisation reactor for the purpose of cooling the bed by 
evaporation of the liquid can be increased thereby enhancing the level of cooling to achieve higher levels of productivity 
Thus according to the present invention there is provided a continuous gas fluidised bed process for the polym- 
erisation of olefin monomer selected from (a) ethylene, (b) propylene (c) mixtures of ethylene and propylene and (d) 
mixtures of a, b or c with one or more other alpha-olefins in a fluidised bed reactor by continuously recycling a gaseous 

40 stream comprising at least some of the ethylene and/or propylene through a fluidised bed in said reactor in the presence 
of a polymerisation catalyst under reactive conditions, at least part of the said gaseous stream withdrawn from said 
reactor being cooled to a temperature at which liquid condenses out, separating at least part of the condensed liquid 
from the gaseous stream and introducing at least part of the separated liquid directly into the fluidised bed at or above 
the point at which the gaseous stream passing through the fluidised bed has substantially reached the temperature of 

45 the gaseous stream being withdrawn from the reactor. 

The gaseous recycle stream withdrawn from the reactor (hereafter referred to as the 'unreacted fluids") comprises 
unreacted gaseous monomers, and optionally, inert hydrocarbons, reaction activators or moderators as well as en- 
trained catalyst and polymer particles. 

The recycled gaseous stream led to the reactor additionally comprises sufficient make-up monomers to replace 

so those monomers polymerised in the reactor. 

The process according to the present invention is suitable for the manufacture of polyolefins in the gas phase by 
the polymerisation of one or more olefins at least one of which is ethylene or propylene. Preferred alpha-olefins for 
use in the process of the present invention are those having from 4 to 8 carbon atoms. However, small quantities of 
alpha olefins having more than 8 carbon atoms, for example 9 to 18 carbon atoms, can be employed if desired. Thus 

55 it is possible to produce homopolymers of ethylene or propylene or copolymers of ethylene or propylene with one or 
more C3-Ce alpha-olefins. The preferred alpha-olefins are but-1-ene, pent-l-ene, hex-1-ene, 4-methylpent-1-ene, oct- 
1-ene and butadiene. Examples of higher olefins that can be copolymerised with the primary ethylene or propylene 
monomer, or as partial replacement for the CyC^ monomer are dec-1 -ene and ethylidene norbornene. 
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When the process is used tor the copolymerisalion of ethylene or propylene with alpha-olefins the ethylene or 
propylene ,s present as the major component of the copolymer, and preferably is present in an amount at least 70% 
01 the total monomers. 

The process according to the present Invention may be used to prepare a wide variety of polymer products for 
5 example linear low density polyethylene (LLDPE) based on copolymers of ethylene with butene. 4-methylpent-1-ene 
or hexene and high density polyethylene (HOPE) which can be for example, homopolyethylene or copolymers of eth- 
yiene with a small portion of higher alpha olefin, for example, butene. pent-l-ene. hex-1-ene or 4-methylpent-l-ene 
The liquid which condenses out of the recycle gaseous stream can be a condensable monomer, e g butene 
'0 Sema"ne Vexane ^ <=«"°"«"er lor the production ol LLDPE or may be an inert condensable liquid, e.g. butane." 

It Is important that the liquid should vaporise within the bed under the polymerisation conditions being employed 
so that the desired cooling effect is obtained and to avoid substantial accumulation of liquid within the bed Suitably at 
east 95 preferably at least 98 weight percent and most preferably substantially all of the liquid fed to the bed evaporates 
therein In the case of liquid comonomers. some of the comonomer polymerises in the bed, and such polymerisation 
can be Irom the liquidandthe gas phase, As Is well known in conventional gas phase polymerisation or copolymerisaUon 
processes a small proportion of the monomer (and comonomer. if any Is used) tend to remain associated (absorbed 
or dissolved) in the product polymer until the polymer is subjected to subsequent degassing. Such associated quantities 
or even higher quantities of absorbed or dissolved monomer/comonomer can readily be tolerated within the bed pro- 
vided that these quantities do not adversely affect the fluidlsalion characteristics of the bed 

The process is particularly suitable for polymerising olefins at a pressure of between 0 5 and 6 MPa and at a 

bHo'TZIThZI'^h^? '^'^"^-""'^ '^^ "-LDPE production the temperature is sutebly in the range 

80-90 C and lor HOPE the temperature is typically 85-1 05'C depending on the activity of the catalyst used 

The polymerisation reaction may be carried out in the presence of a catalyst system of the Ziegler-Natta tyoe 
consisting of a solid catalyst essentially comprising a compound of a transition metal and of a cocatalyst comprisinq 
an organic compound of a metal (i.e. an organometalllc compound, for example an alkylaluminium compound) High 
activity cataVst systems have already been known for a number of years and are capable of producing large quantitL 
o( polymer in a relatively short time, and thus make It possible to avoid a step of removing catalyst residues from the 
polymer. These high-activity catalyst systems generally comprise a solid catalyst consisting essentially of atoms of 
transition metal, ol magnesium and of halogen. It is also possible to use a high-activity catalyst consisting essentially 
of a chromium oxide activated by a heat treatment and associated with a granular support based on a refractory oxide 
The process is also suitable tor use with metallocene catalysts and Zlegler catalysts supported on silica 

It is an advantage ol the process according to the present Invention that the Improved cooling effect is particularly 
beneficial for polymerisation processes using highly active catalysts for example metallocene catalysts 

The catalyst may suitably be employed in the form of a prepolymer powder prepared beforehand during a preoo- 
lymerization stage with the aid of a catalyst as described above. The prepolymerization may be carried out by any 
suitable process, lor example, polymerisatk^n In a liquid hydrocarbon diluent or in the gas phase using a batch prcxess 
a semi-continuous process or a continuous process. 

The prelerred process according to the present Invention is one wherein substantially the whole of the recycle 

.o ?K "!f !"L'^ ^""^ separated and wherein substantially the whole of the separated liquid is introduced into 
ine riuiuisea bed. 

In an alternative embodiment of the present Invention the recycle gaseous stream is divided into a first stream and 
a second stream. The first stream Is passed directly to the reactor in a conventional way by injection below the fluidi- 
saiion grid and the second stream is cooled and the stream separated into a gas and a liquid stream. The gas stream 
may be returned to the first stream and reintroduced into the reactor below the bed, for example, below the f luidlsatlon 
grid If such a grid is employed. The separated liquid is Introduced into the fluidlsed bed according to the present 
invention. " *^ 

The recycle gaseous stream is suitably cooled by means of a heat exchanger or exchangers to a temperature 
such that liquid is condensed in the gas stream. Suitable heat exchangers are well known in the art 

The gaseous stream leaving the top of the reactor can entrain a quantity of catalyst and polymer particles and 
these may be removed if desired Irom the recycle gaseous stream by means ol a cyclone. A small proportion of these 
particles or fines may remain entrained In the recycle gaseous stream and, after cooling and separating the liquid from 
the gas, the fines can, if desired, be reintroduced Into the fluidlsed bed together with the separated liquid stream 

The recycle gas stream may also comprise inert hydrocarbons used for the injection of catalyst, reaction activators 
or moderators into the reactor. 

Make-up monomers for example ethylene to replace monomers consumed by the polymerisation reaction may be 
added to the recycle gas stream at any suitable location. 

Condensable monomers, tor example, bulene, hexene, 4-methylpent-1 -ene and octene. which can. for example 
be used as comonomers for the production of LLDPE. or inert condensable liquids, lor example, pentane. isopontane". 
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bulane and hexane, may be introduced as liquids. 

Inert condensable liquids, lor example, penlane may for example be injected Into the recycle gaseous stream 
between the heat exchanger and the separator. For the preparation of LLDPE. the comoncmer. for example, butene 
can. if desired, be injected into the recycle gaseous stream before passage to the heat exchanger. 
s Suitable means for separating the liquid are for example cyclone separators, large vessels which reduce the velocity 

of the gas stream to effect separation (knock-out drums), demister type gas-liquid separators and liquid scrubbers, lor 
example, venturi scrubbers. Such separators are well known In the art. 

The use of a demister type of gas-liquid separator is particularly advantageous in the process of the present In- 
vention. 

10 The use of a cyclone separator in the recycle gas stream, prior to the gas-liquid separator is preferred. This removes 

the majority of the fines from the gaseous stream leaving the reactor thereby facilitating the use of a demister separator 
and also reducing the possibility of fouling of the separator resulting in a more efficient operation. 

A further advantage of using a demister type of separator is that the pressure drop within the separator can be 
lower than In other types of separators thereby enhancing the efficiency of the overall process. 
J5 A particularly suitable demister separator for use in the process of the present invention is a commercially available 

vertical gas separator known as a "Peerless" (Type DPV P8X). This type of separator uses the coalescence of liquid 
droplets on a vane arrangement to separate the liquid from the gas. A large liquid reservoir is provided in the bottom 
of the separator for collection of the liquid. The liquid resen/oir enables the liquid to be stored thereby providing control 
over the discharge of the liquid from the separator. This type of separator is very efficient and gives substantially 100 
20 % separation of condensed liquid from the gas stream. 

If desired, a filter mesh, or other suitable means, may be arranged in the liquid resen^oIr of the separator to collect 
any remaining fines present in the separated liquid. 

The separated liquid is surtably introduced into the fluidlsed bed at or above the point at which the recycle gaseous 
stream being led to the reactor has substantially reached the temperature of the recycle gaseous stream being with- 
drawn from the reactor. The introduction of the separated liquid may be at a plurality of points within this region of the 
fluidised bed and these may be at different heights within this region. The point or points of introduction of the liquid 
are arranged such that the local concentration of liquid does not adversely affect the fluidisaiion of the bed or the quality 
of the product, and to enable the liquid to disperse rapidly from each point and vaporise in the bed to remove the heat 
of polymerisation from the exothermic reaction. In this way the amount of liquid introduced for cooling purposes may 
much more closely approach the maximum loading that can be tolerated without disturbing the fluidisation character- 
istics of the bed and hence offers the opportunity to achieve enhanced levels of reactor productivity 

The liquid can. if desired, be introduced into the fluidised bed at diflerent heights within the bed. Such a technique 
can facilitate improved control over comonomer incorporation. Controlled metering of liquid into the fluidised bed pro- 
vides useful additional control over the temperature profile of the bed and. In the case that the liquid contains comon- 
35 omer, provides useful control over the comonomer incorporation into the copolymer 

The liquid is preferably introduced into the lower part of the region of the fluidised bed at which the recycle gaseous 
stream has substantially reached the temperature of the gaseous stream being withdrawn from the reactor. Commercial 
processes for the gas fluidised bed polymerisation of olefins are generally operated under substantially isothermal, 
steady state conditions. However, although at least a major portion of the fluidised bed is maintained at the desired 
40 substantially isothermal polymerisation temperature, there normally exists a temperature gradient in the region of the 
bed immediately above the point of introduction of the cooled recycle gaseous stream into the bed. The lower temper- 
ature limit of this region wherein the temperature gradient exists is the temperature of the incoming cool recycle gas 
stream, and the upper limit is the substantially isothermal bed temperature. In commercial reactors of the type which 
employ a fluidisation grid, this temperature gradient normally exists In a layer of about 15 to 30 cm (6 to 12 inches) 
45 above the grid. 

In order to gain the maximum benefit of the cooling of the separated liquid it is important that the liquid is introduced 
into the bed above the region where this temperature gradient exists, i.e. In the part of the bed which has substantially 
reached the temperature of the gaseous stream leaving the reactor. 

The point or points of introduction of the liquid into the fluidised bed may for example be approximately 50-70 cm 
50 above the fluidisation grid. 

In practice, the process according to the present invention may be carried out. lor example, by first determining 
the temperature profile within the fluidised bed during polymerisation using, for example, thermocouples located in or 
on the walls of the reactor. The point or points of introduction of the liquid is/are then arranged to ensure that the liquid 
enters into the region of the bed at which the recycle gaseous stream has substantially reached the temperature of 
55 the gaseous stream being withdrawn from the reactor. 

Figure 1 represents the temperature profile within a typical fluidised bed reactor suitable for use in the gas-phase 
polymerisation of olefins. 

The temperature profile (Figure 1 A) is shown in a fluidised bed used to prepare HOPE at a rate of 23.7 tonnes/ 
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hour. The temperatures were measured using thermocouples located on the walls of the reactor corresponding to 
different positions (1 -5) within the f luidised bed. The locations of 1 -5 in the fluidised bed reactor are shown in Figu re 1 B 
The level of the fluidisation grid (A) and the top of the fluidised bed (B) are indicated on the temperature profile 
and the diagram. The temperature gradient referred to above can be seen as the region between position 1 and position 
3. The region in which the recycle gaseous stream has substantially reached the temperature of the unreacted fluids 
leaving the reactor is shown as the region between position 3 and position 5. It is into this region that the separated 
liquid is Introduced into the fluidised bed in accordance with the process according to the present invention. 

The liquid is preferably introduced into the fluidised bed in the lower part of this region i.e. just above position 3 
on the temperature profile in Figure 1A. 

By increasing the amount of liquid which may be introduced into the fluidised bed, higher levels of productivity may 
be achieved due to the increased cooling capacity. The space time yield can thereby be improved compared with other 
gas phase fluidised bed polymerisation processes. 

A further advantage of the process of the present invention is that by introducing the liquid separately into the 
fluidised bed. accurate metering means can be employed to regulate the delivery of the liquid to the bed. This technique 
facililales improved control of the cooling, and provides improved control over the delivery to the bed of any liquid 
comonomer fed in this manner. Thus the process of the present invention can be operated in a manner that does not 
rely, for example, on any need to maintain liquid entrained in the recycle gas stream. Consequently the quantity of 
liquid fed to the bed can be varied over much broader limits than hitherto. The improved control over the rate of addition 
to the bed of comonomer or inert hydrocarbons may. for example, be used to control the density of the polymer formed 
^0 and the space time yield at which such polymer is formed. 

It is important to ensure that the temperature within the fluidised bed is maintained at a level which is below the 
sintering temperature of the polyolefin constituting the bed. 

The gas from the separator is recycled to the bed. normally into the bottom of the reactor. If a fluidisation grid is 
employed, such recycle is normally to the region below the grid, and the grid facilitates uniform distribution of the gas 
to fluidise the bed. The use of a fluidisation grid is preferred. Fluidisation grids suitable for use in the process of the 
present invention can be of conventional design, for example, a flat or dished plate perforated by a plurality of holes 
distributed more or less unrtormly across its surface. The holes may for example be of diameter of about 5 mm. 

The process of the present invention is operated with a gas velocity in the fluidised bed which must be greater 
than or equal to that required for fluidisation of the bed. The minimum gas velocity is generally approximately 6 cm/s 
but the process of the present invention is preferably carried out using a gas velocity in the range 40 to 100 most 
preferably 50 to 70 cm/s. 

In the process according to the present invention the catalyst or prepolymer can. if desired, be introduced into the 
fluidised bed directly with the separated liquid stream. This technique can lead to improved dispersion of the catalyst 
or prepolymer in the bed. 

If desired, liquid or liquid-soluble additives, for example, activators and cocatalysts. can be introduced into the bed 
together with the condensed liquid by the process according to the present invention. 

In the case that the process of the present invention is employed to make ethylene homo- or copolymers, make- 
up ethylene, for example, to replace the ethylene consumed during the polymerisation, may be advantageously intro- 
duced into the separated gas stream prior to its reintroduction into the bed (for example below the fluidisation grid if 
such is employed). By adding the make-up ethylene to the separated gas stream rather than into the recycle gaseous 
stream before separation, the quantity of liquid which may be recovered from the separator may be increased and the 
productivity improved. 

The separated liquid stream may be subjected to additional cooling (e.g. using refrigeration techniques) before 
being introduced into the fluidised bed. This allows an even greater cooling effect in the bed than is provided by the 
liquid evaporative effect (latent heat of evaporation) alone, thereby providing further potential increases in productivity 
of the process. Cooling of the separated liquid stream may be achieved by use of suitable cooling means e.g. a simple 
heat exchanger or refrigerator located between the separator and the reactor. A further advantage of this particular 
aspect of the present invention is that, by cooling the liquid before introduction into the fluidised bed. any tendency for 
catalyst or prepolymer which may be contained in the liquid stream to cause polymerisation before introduction into 
50 the bed will be reduced. 

The liquid may be introduced into the fluidised-bed by suitably arranged injection means. A single injection means 
may be used or a plurality of injection means may be arranged within the fluidised bed. 

A preferred arrangement is to provide a plurality of injection means substantially equally spaced in the fluidised 
bed in the region of the introduction of the liquid. The number of injection means used is that number which is required 
55 to provide sufficient penetration and dispersion of liquid at each injection means to achieve good dispersion of liquid 
across the bed. A preferred number of injection means is four. 

Each of the injection means may. if desired, be supplied with the separated liquid by means of a common conduit 
suitably arranged within the reactor. This can be provided, for example, by means of a conduit passing up through the 
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centre of the reactor. 

The injection means are preterably arranged such that they protrude substantially vertically into the fluidised bed, 
but may be arranged such that they protrude from the walls of the reactor in a substantially horizontal direction. 
The rate at which the liquid can be introduced into the bed depends primarily on the degree of cooling desired in 
5 the bed. and this in turn depends on the desired rate of production from the bed. The rates of production obtainable 
from commercial fluidised bed polymerisation processes for the polymerisation of olefins depend, inter alia on the 
activity of the catalysts employed, and on the kinetics of such catalysts. Thus for example, when catalysts having very 
high activity are employed, and high production rales are desired, the rale of liquid addition will be high. Typical rates 
ol liquid introduction may be, for example, in the range 0.3 to 4.9 cubic metres of liquid per cubic metre of bed material 
70 per hour, or even higher. For conventional Ziegler catalysts of the "superactive" type (i.e. those based on transition 
metal, magnesium halide and organometallic cocalalyst. the rate of liquid addition may be, for example, in the range 
0.5 to 1 .5 cubic metres of liquid per cubic metre of bed material per hour 

In the process of the present invention the weight ratio of liquid:total gas which may be introduced into the bed 
can be lor example in the range 1 :100 to 2:1 , preferably in the range 5:100 to 85:100, most preferably in the range 6: 
IS 100 to 25:100. By total gas is meant the gas which is returned to the reactor to fluidise the bed together with any gas 
used to assist in the operation of the injection means, e.g. atomising gas. 

By injecting the liquid into the fluidised bed in this way any catalyst which is present in the liquid may benefit from 
the localised cooling effect of the liquid penetration surrounding each injection means which may avoid hot spots and 
consequent agglomeration. 

20 Any other suitable injection means may be used provided the penetration and dispersion of the liquid into the bed 

Irom such means is sufficient to achieve a good dispersion of liquid across the bed. 

The preferred injection means is a nozzle or a plurality of nozzles which include gas-induced atomising nozzles 
in which a gas is used to assist in the injection of the liquid, or liquid-only spray-type nozzles. 

According to another aspect of the present invention there is provided a continuous gas fluidised bed process for 

2S the polymerisation of olefin monomer selected from (a) ethylene, (b) propylene (c) mixtures of ethylene and propylene 
and (d) mixtures of a. b or c with one or more other alpha-olefins in a fluidised bed reactor by continuously recycling 
a gaseous stream comprising at least some of the ethylene and/or propylene through a fluidised bed in said reactor in 
the presence of a polymerisation catalyst under reactive conditions, at least part of the said gaseous stream withdrawn 
from said reactor being cooled to a temperature at which liquid condenses out, separating at least part of the condensed 

30 liquid from the gaseous stream and introducing the liquid directly into the fluidised bed by one or more liquid-only 
nozzles or gas-induced atomising nozzles. The fluidised bed is preterably supported above a fluidisation grid. 

The injection means are suitably nozzles which protrude into the bed through the reactor wall (or through a sup- 
porting grid for the bed) and which carry one or more jet outlets to deliver the liquid to the bed. 

It is important in the process of the present invention to achieve good dispersion and penetration of the liquid in 

35 the bed. Factors which are important in achieving good penetration and dispersion are the momentum and direction 
ol the liquid entering the bed, the number of points of introduction of the liquid per unit crossectional area of the bed, 
and the spatial arrangement of the points of introduction of the liquid. 

A further aspect of the present invention provides a process for the polymerisation of olefin monomer, the olefin 
monomer preferably being selected from (a) ethylene, (b) propylene (c) mixtures of ethylene and propylene and (d) 

40 mixtures of a, b or c with one or more other alpha-olefin olefins, in a fluidised bed reactor by continuously recycling a 
gaseous stream comprising the monomer, preferably comprising at least the ethylene and/or propylene, through a 
fluidised bed in said reactor in the presence of a polymerisation catalyst under reactive conditions, at least part of the 
said gaseous stream withdrawn from said reactor being cooled to a temperature at which liquid condenses out, sep- 
arating at least part of the condensed liquid from the gaseous stream and introducing at least part of the separated 

4S liquid directly into the fluidised bed at or above the point at which the gaseous stream passing through the fluidised 
bed has substantially reached the temperature of the gaseous stream being withdrawn from the reactor, said liquid 
being introduced into said reactor as one or more jets of liquid alone, or one or more jets of liquid and gas, from one 
or more jet outlets, each jet having a horizontal momentum flux In the case of the liquid only jets of at least 100 x ICP 
Kg s*^ m-2 x m s'"" and in the gas/liquid jets of 200x1 0^ Kg s*"" m-2 x m s*'' wherein the horizontal momentum flux is 

50 defined as the mass flow rate of liquid (kilogrammes per second) in the horizontal direction per unit crossectional area 
(square metres) of the jet outlet from which it emerges, multiplied by the horizontal component of the velocity (metres 
per second) of the jet. 

Preferably the momentum flux of each of the liquid or liquid/gas jets is at least 250x103 and most preferably at 
least 300x1 0^ Kg s'^ m-2 x m s Particularly preferred is the use of a horizontal momentum flux in the range 300X1 0^ 
55 to 500x1 0^ Kg s-** m*2 x m s'V In the case that the liquid jet emerges from the jet outlet in a direction other than horizontal, 
the horizontal component of the velocity of the jet is calculated from Cosine Q* x actual jet velocity, wherein C is the 
angle the jet makes with the horizontal. 

The direction ol motion of the one or more liquid or liquid/gas jets into the bed is preferably substantially horizontal. 
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In the case that one or more of the jet outlets deliver the liquid or liquid/gas jets in a direction other than horizontal 

' The one o!!n^^^^^^ " '"f "^^^ ^'^'^'^^^ ^O' to tre^rizonta ' 

The one or more nozzles are surtably each equipped with one or more jet outlets. The number of nozzles and he 
nurnber and d,s.nbutK,n of the jet outlets are important factors in obtaining good distribution of liquS wShe bed ' 
Lu^. ? ,° T"'"''"' "''"''^^ ^^'•''^^'^ disposed and spaced horizon^t J^and sursLnSllJ 

Z^lTllTJ" T . """""^^ °' '° '""^'^ '"^•'^^ °' '^^^ crossectional area of 

meoe^ I hT . ^""9^ ^ '° ^ '^^ <=-'^"'«'ed number is not an 

nieger. .1 s preferably rounded up to an .nteger. The number of jet outlets in each nozzle is preferably in the ranqe 1 

to 40 most preferably .n the range 3 to 1 6. In the case that the nozzle contains more than one jet outlet IieTet oXl 

are preferably arranged crcumferentially and equidistant from one another around the nozzle 

fi^ indicated above, the jets of tiquid may consist solely of liquid or may comprise a liquid/gas mixture Such gas 

may^be merely earned ,n the liquid, or may be employed to atomise the liquid, or ,o provide moL forJe to pr^eHhe 

A suitable gas-induced atomising nozzle for use in the process according to the present invention comprises 

(a) at least one inlet for a pressurised liquid. 

(b) at least one inlet for an atomising gas, 

(c) a mixing chamber to mix said liquid and gas, and 

(d) at least one outlet through which said mixture is discharged. 

The atomising gas may suitably be an inert gas for example nitrogen but is preferably make-up ethylene 

Each nozzle may be provided wHh a pluralHy of outlets of suitable configuration. The outlets may for example 

The size of the outlets is preferably such that there is little pressure drop through the outlets 
ranged'a^ytrlTeuZaC^^^^^ '"'"'^ °' be ar- 

The atomising gas supply to each nozzle is maintained at a pressure sufficient to break the liquid into small droplets 
and to prevent particle ingress from the fluidised bed or particle blockage of the outlets of the nozzte 

,.,Z^!,nTT T °\T ""^'"^ '^^"""^^ ^"^"Sed to ensure optimum atomisation. The volume of the mixing 
(atom^ing) chamber relative to the volume of liquid passing through the chamber expressed as- Vblume of mix no 

The velocity of the liquid is prelerably maintained at a velocity sufficient to ensure that any particles for example 
fines, do not separate out of the liquid stream. ^ pamcies, lor example 

The weight ratio of atomising gas to liquid supplied to each nozzle is typically in the range S M to 2575 
Figure 2 represents a nozzle suitable for use in the process according to the present invention 
In the Figure the nozzle comprises a housing 7 comprising an upper region 8 and a lower region 9 The UDoer 
region ,s provided with a number of outlets lOarrangedon its circumference and a m«ing chamber 11 arranged therein 

IS ^LT^T" !f r'"'' " '"'^ '^^ mixing Chamber and an oSfer cor^duit 

13 tocated around the inner conduit. The conduit 13 communicates with the mixing chamber by suitably arranoed 
oper,in9s 14. Pressurised liquid is supplied to the nozzle by conduit 13 and atomising gas is supplfed to cond^'^ 
oas' ZZ "r rr"" ' '^r"""'''' conventional means to a supply of pressurised Tquid and atomS 

A preferred gas-induced atomiser nozzle is one wherein the outlets comprise a series of substantially horizontal 
hlt^lTn , "Ik ^'""'"'^'^"^^ °' --ay also comprise a vertically orientated hoteo 

dimens:;T5r:'xT5T' ' ^'^ '° ' °' °' ' ' ^-P'^ °' 

The injection means may alternatively comprise liquid-only spray-type nozzle or nozzles 
inipit! nl!cl! "."^^ J-°"'y/P^^y '^e process according to the present invention comprises at least one 

inle lor pressu ised liquid and at least one outlet for said pressurised liquid, sufficient liquid pressure being maintained 
withm the nozzle to ensure that the liquid emerging from the outlet has the desired momentum flux "° 

as vllvei"^^""^ "^"^ ^^'^ '^^"'^'"^ " ^'^"'P'"' '^^ °' ^«^"=es such 

The outlets may comprise similar configurations as defined above for the gas-induced atomiser nozzles. The pre- 
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ferred configuration for the outlets in the liquid spray nozzle is circular holes. The holes are preferably of diameter in 
the range 0.5 to 5 mm., most preferably in the range 0.5 to 2.5 mm. 

The droplet size of the liquid is influenced by a number of factors in particular in the gas-induced atomiser nozzles 
by the ratio of the liquid to atomising gas supplied to the nozzle and the size and configuration of the atomising chamber 
A desirable liquid droplet size for a gas-induced atomiser nozzle is from 50 micron to 1 000 ^m. In the case of the liquid 
spray nozzles the liquid droplet size is influenced primarily by the pressure drop in the nozzle and the size and con- 
figuration of the outlets. A desired liquid droplet size for the liquid spray nozzle is from 2000 to 4000 ^m. Such 
droplets can be generated, for example, by disruption of a liquid jet by the motion of the solid particles forming the bed. 

The pressure drop in either type of nozzle must be sufficient to prevent the ingress of particles from the fluidised 
bed. In the gas-induced atomiser nozzle the pressure drop is suitably in the range 2 to 7. preferably 3 to 5 bar and. in 
the liquid spray nozzles in the range 2 to 7, preferably 4 to 5 bar. 

In the event of a failure in the supply of liquid and/or atomising gas to either of the nozzles suitable means are 
arranged to provide for an emergency gas purge to prevent blockage of the nozzle by the Ingress of particles from the 
fluidised bed. A suitable purging gas Is nitrogen. 

It Is important that the outlets of the gas-induced atomising nozzles or the liquid-only nozzles are of sufficient size 
to allow for the passage of any fines which may be present in the separated liquid stream. 

In either type of nozzle the outlets may be arranged at different levels within each nozzle. For example the outlets 
may be arranged in a series of rows. 

In the type of nozzle illustrated in Figure 2, the number of outlets on each nozzle is preferably between 4 and 40. 
for example between 20 and 40, most preferably from 4 to 16. The diameter of such a nozzle is preferably in the range 
4 to 30 cm. e.g. 10 to 30 cm. and is most preferably of approximately 7 to 12 cm. 

Other types of nozzle may also be suitable for use in the process of the present invention for example ultrasonic 
nozzles. 

Before commencing the introduction of liquid by use of the process according to the present invention the gas 
phase fluidised bed polymerisation may be started in a conventional manner for example by charging the bed with 
particulate polymer particles and then initiating the gas flow through the bed. 

When appropriate the liquid may be introduced into the bed. for example using the injection means described 
above. During start-up the atomising gas supply to the gas-induced nozzles or the purging gas flow to the liquid spray 
nozzles must be maintained at a velocity sufficient to prevent the ingress of particles into the outlets of the nozzles. 

Processes according to the present invention will now be illustrated with reference to the accompanying drawings. 

Figures 3-5 show diagrammatically processes according to the present invention. 

Figure 3 illustrates a gas-phase fluidised bed reactor consisting essentially of a reactor body 1 5 which is generally 
an upright cylinder having a fluidisation grid 16 located in its base. The reactor body comprises a fluidised bed 17 and 
a velocity reduction zone 18 which is generally of increased cross-section compared to the fluidised bed. 

The gaseous reaction mixture leaving the top of the fluidised bed reactor constitutes recycle gaseous stream and 
is passed via line 19 to a cyclone 20 lor the separation of the majority of the fines. Removed fines may suitably be 
returned to the fluidised bed. The recycle gaseous stream leaving the cyclone passes to a first heat exchanger 21 and 
a compressor 22. A second heat exchanger 23 is present to remove the heat of compression after the recycle gaseous 
stream has passed through the compressor 22. 

The heat exchanger or exchangers can be arranged either upstream or downstream of the compressor 22. 

After cooling and compression to a temperature such that a condensate is formed, the resultant gas-liquid mixture 
is passed to the separator 24 where the liquid is removed. 

The gas leaving the separator is recycled via line 25 to the bottom of the reactor 15. The gas is passed via the 
fluidisation grid 16 to the bed thereby ensuring that the bed is maintained In a fluidised condition. 

The separated liquid from the separator 24 is passed via line 25' to the reactor 15. If necessary a pump 26 may 
be suitably located in tine 25*. 

Catalyst or prepolymer are fed to the reactor via line 27 into the separated liquid stream. 

Product polymer particles nnay be suitably removed from the reactor via line 28. 

The arrangement shown in Figure 3 is particularly suitable for use when retrofitting existing gas phase polymeri- 
sation reactors using fluidised bed processes. 

Figure 4 illustrates an alternative arrangement for performing the process of the present invention. In this arrange- 
ment the compressor 22 is located in line 25 after separation of the recycle gaseous stream by the separator 24. This 
has the advantage that ihe compressor has a reduced quantity of gas to compress and can therefore be of reduced 
size achieving a better process optimisation and cost. 

Figure 5 illustrates a further arrangement for performing the process of the present Invention whereby the com- 
pressor 22 is again arranged in line 25 after the separator 24 but before the second heat exchanger 23 which is located 
in the separated gas stream rather than located before the separator. Again this arrangement gives a better process 
optimisation. 
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The process according to Ihe present invention will now be further illustrated with reference to the following Ex- 
amples. 

Examples 1 to 11. 

Computer generated Examples were obtained for the simulated polymerisation of olefins in a gas-phase fluidised 
bed reactor under conditions according to the present invention (Examples 1 to 5. 9 and 10) and for comparison under 
conventional conditions with no separated liquid in the recycle stream (Examples 6 to 8 and 11). 

Examples 1 to 8 represent copolymerisations of ethylene with a variety of alpha-olef ins using a conventional Ziegler 
catalyst and Examples 9 to 11 represent homopolymerisation of ethylene using a conventional silica supported chro- 
mium oxide catalyst. 

The space time yield and the reactor inlet temperature were computed using a heat balance computer program 
wilh an accuracy of ±15%. The dew point temperature and the rate of flow of the recycled liquid were computed for 
the polymerisation system using a conventional software program with an accuracy of about ±10%. 

Examples l. 3. 4 and 10 most closely represent typical process conditions for performing the process according 
to the present invention. 

The results are given in Table 1 and Table 2 and clearly show improved space time yields obtainable using the 
process of the present invention. 

The "% Liquid in Recycled Stream' in Tables 1 and 2 represents, as a percentage, the total weight of liquid recycled 
through the injection means divided by the total weight of gas (recycle gas plus any atomising gas). 

Examples 1 2 to 1 5 

An experimental rig was used to test the introduction of liquid into a fluidised bed by use of injection means as 
described above. The arrangement of the test rig is shown in Figure 6. The test rig comprises an aluminium fluidisatiqn 
vessel 50 having a velocity reduction zone 56 containing a bed 51 of polyethylene powder (high density or linear low 
density polyethylene), previously prepared by gas fluidised bed polymerisation of ethylene in an industrial scale gas 
fluidised bed plant. The bed 51 was fluidised by passing a continuous stream of dry nitrogen gas through line 52 and 
prehealer 53 into the base chamber 54 ol vessel 50. and thence into the bed through grid 55. The nitrogen gas was 
supplied from a commercial liquid nitrogen supply tank, and the quantity of nitrogen supplied to fluidise the and the 
gas pressure in the system were controlled by means of valves 57 and 69, the volume flow rate being determined 
using a conventional turbine meter (not shown). The prehealer unit had a nominal heating capacity of 72kW which was 
controllable to heat the nitrogen gas to Ihe desired temperature. Volatile liquid hydrocarbon 58 (1 -hexene or n-pentane) 
was introduced into the fluidised bed 51 from a cooler/demister tank 59 by means of a pump 60 and line 61 . The volatile 
liquid hydrocarbon entered the bed through noz2le/jet outlet arrangement 62 which penetrated into the bed. V&rious 
no22le/jet outlet arrangements were tested, some being of the liquid-only type, and others being of the gas atomising 
type. For the latter type, atomising gas was introduced through line 63 (for an example of this type of nozzle, see Figure 
2 of the accompanying drawings). Volatile liquid hydrocarbon entering the fluidised bed through the nozzle/jet outlet 
arrangement 62 evaporated in the bed thus causing cooling by absorbing latent heat of evaporation. The nitrogen 
fluidising gas and the accompanying volatilised liquid hydrocarbon emerged from the top of the bed into the vekxity 
reduction zone 56 wherein the bulk of any polyethylene powder entrained in the gas stream felt back into the bed. The 
gas then passed into line 64. filter unit 65 and through non-return valve 66 into the cooler/demister tank 59. The cooler/ 
demister lank 59 contained two heal exchangers 67, 68. Heal exchanger 67 was cooled by passage therethrough of 
cold water, and 68 was cooled by circulating a refrigerated ethylene glycol/water antifreeze solution. Passage of the 
gas over the heat exchangers 67. 68 cooled the gas and caused the liquid hydrocarbon (hexene or pentane) to con- 
dense out. The condensed hydrocarbon collected in the base of tank 59. from whence it was recycled back to the bed. 
The nitrogen gas thus substantially freed from hydrocarbon was then passed through back-pressure regulating valve 
69 to the atmosphere. The fluidisation and vaporisation of the liquid hydrocarbon in the bed was monitored using 
commercially available X-ray imaging apparatus comprising an X-ray source 70, an image intensifier 71 and a CCD 
(charge coupled device) video camera 72 the output ol which was continuously recorded on a video tape recorder (not 
shown). The X-ray source, image intensifier and video camera were mounted on a moveable gantry 73 to enable the 
field of view of the bed to be changed at will. 

The process ol the present invention provides substantial improvements in productivity of gas fluidised bed po- 
lymerisation processes over existing processes. The process of the present invention can be employed in new plant 
or can be employed in existing plant to obtain substantial increases in productivity and better control of liquid addition 
to the bed. In the case of the installation of new plant, substantial reductions in capital costs can be achieved by using 
smaller reaction vessels, compressors and other ancillary equipment than would have been necessary to achieve 
comparable productivities from conventional plant. In the case of existing plant, modification of such plant in accordance 
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with the present invention provides substantial increases in productivity and improved control of the process 

The results of the tests are shown in Table 3 wherein Examples 12. 14 and 15 are in accordance with the present 
invention, and Example 13 is by way of comparison. Example 12 and Comparative Example 13 illustrate the use of 
the same nozzle arrangement, but in the Comparative Example, the addition of liquid to the -cold" zone of a gas fluidised 

5 bed polymerisation is simulated by running the bed at 45»C in comparison with the 98»C employed in Example 12 
Under these circumstances lumps of polymer wet with liquid hydrocarbon formed around the nozzle. Examples 12 14 
and comparative Example 1 3 employed gas induced atomising nozzles, and Example 1 5 a liquid only nozzle Examples 
12. 14 and 15 all produced good penetration and dispersion of the liquid hydrocarbon, the liquid penetration being 
s opped only by the vessel wall. In comparative Example 13. liquid penetration was inhibited by the formation of ag- 

10 glomerated lumps of polymer/liquid hydrocarbon. . 
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C2 

Homopolymer 
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C2 

Homopolymer 


24 

29.1 
17 
12.5 
25.6 

11.2 

4.6 
60 
14.5 
178 
36.1 

56.3 
15.7 


o> 


C2 

Homopolymer 


24 
103 

79 1 
16.4 
12.5 
24.4 

13.3 

4.3 
60 
14.5 
193 
36.4 

62.3 
21 


«o 


C2/C4 
Copolymer 


24 
76 

37.5 
9.7 
7.5 
31.9 
12.15 

1.25 

60 
14.5 

55 
49.7 

23.5 
0 




C2/C4 
Copolymer 




Example 


Product 


Reactor Prcssttre (bar) 
Reactor Temperature ( °C) 

Process Gas (% mol) 
Ethylene 
Ethane 
Hydrogen 
Nitrogen 
Butene 
Pentane 
Hexcne 

Others eg oligomers 

Gas N'elocity (cm/s) 

Bed Meiglil (metres) 

Space Time Yield (Kg/m^h) 

Reactor Inlet Temperature 
(°C) 

Dew Point Temperature (''C) 
% Liquid in Recycled Stream 
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TABLE 3 





EXAMPLE 


12 


13 


14 


15 


5 


Nozzle type 


Gas atomising 


Gas atomising 


Gas atomising 


Liquid-only 




Outlet type 


4 horizontal slots 


4 horizontal slots 


4 horizontal slots 


2 holes of 1 75mm 
diam. 


10 


Location above 


52 


52 


10 


52 




PliiIHicion 
riuiuioinvj yao 

velocity (cm/s) 




AO 


Oe 


OD 

oo 




Bed temp. 'C 


98 


45 


78 


97 


16 


Pressure (MPa) 


1.01 


0.97 


0.78 


0.75 






6070 


6070 


Luurt Dn oraoe 
0209 


nUrb br Larade 
6070 




Deo cnarge (f^gj 


DU 


oo.o 


oi 


58.0 


20 


Liquid 


hexene 


hexene 


n-pentane 


hexene 




Liquid flow (m^/h) 


1.65 


1.48 


1.78 


0.69 


2S 


Liquid pressure to 
nozzle (MPa) 


0.33 


0.32 


0.38 


0.54 


atomising gas 
pressure (MPa) 


0.42 


0.40 


0.45 


none 




Atomising gas : 
liquid (mass%) 


5.4 


5.3 


5.6 


none 


30 


m^ liquid per m^ 
bed per hour 


11.38 


10.61 


12.80 


4 95 


35 


Horizontal 
penetration of 
liquid (cm) 


greater than 21 


less than 15 


greater than 21 


greater than 21 




% Condensed 
liquid (%total liquid/ 
total gas) 


105.5 


94.6 


121.2 


46.6 
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Claims 



1. A continuous gas tluidised bed process tor the polymerisation of olefin monomer selected from (a) ethylene, (b) 
propylene (c) mixtures of ethylene and propylene and (d) mixtures of a, b or c with one or more other alphaolefins 
in a fluidised bed reactor by continuously recycling a gaseous stream comprising at least some of the ethylene 
and/or propylene through a fluidised bed in said reactor in the presence of a polymerisation catalyst under reactive 
conditions, at least part of the said gaseous stream withdrawn from said reactor being cooled to a temperature at 
which liquid condenses out, separating at least part of the condensed liquid from the gaseous stream and intro- 
ducing at least part of the separated liquid directly into the fluidised bed at or above the point at which the gaseous 
stream passing through the fluidised bed has substantially reached the temperature of the gaseous stream being 
withdrawn from the reactor. 

2. A continuous gas fluidised bed process tor the polymerisation of olefin monomer selected from (a) ethylene, (b) 
propylene (c) mixtures of ethylene and propylene and (d) mixtures of a, b ore with one or more other alphaolefins 
in a fluidised bed reactor by continuously recycling a gaseous stream comprising at least some of the ethylene 
and/or propylene through a fluidised bed in said reactor in the presence of a polymerisation catalyst under reactive 
conditions, at least part of the said gaseous stream withdrawn from said reactor being cooled to a temperature at 
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which liquid condenses out. separating at least part of the condensed liquid from the gaseous stream and intro- 
ducing the liquid directly into the fluidised bed by one or more liquid-only nozzles or gas-induced atomising nozzles. 

^ 3. A process as claimed in Claim 1 or 2 wherein the fluidised bed is supported above a fluidisation grid. 

4. A process as claimed in any one of the preceding Claims wherein the one or more other alphaK)lefins have from 
4 to 8 carbon atoms. 

5. A process as claimed in any one of the preceding Claims wherein ethylene or propylene Is present in an amount 
»o of at least 70% of the total monomers. 

6. A process as claimed in any one of the preceding Claims wherein substantially the whole of the recycle gaseous 
stream rs cooled and separated into liquid and gas components, and substantially the whole of the separated liauld 
is introduced into the reactor. 

IS 

7. A process as claimed in any one of the preceding Claims wherein the liquid is introduced directly into the fluidised 
bed at a plurality of locations within said bed. 

8. A process as claimed in any one of the preceding Claims wherein the gas velocity in the fluidised bed is in the 
^0 range 50-70 cm/second. 

9. A process as claimed in any one of the preceding claims wherein the polymerization catalyst is a metallocene. 

10. A process according to claim 10 wherein the metallocene is supported on silica 

25 

11. A process as claimed in any one of the preceding Claims wherein catalyst or prepolymer is introduced into the 
fluidised bed In the condensed liquid. 

12. A process as claimed in any one of the preceding Claims wherein the separated liquid stream is cooled by refria- 
30 eration before introduction into the fluidised bed. 

1 3. A process as claimed in any one of the preceding Claims wherein make-up ethylene is introduced into the separated 
recycle gas stream prior to its reiniroduction into the reactor. 

35 14. A process as claimed in any one of the preceding Claims wherein the liquid is introduced into the fluidised bed at 
a rate in the range 0.3 to 4.9 cubic metres of liquid per cubic metre of bed material per hour. 

15. A process as claimed in any one of the preceding Claims wherein the weight ratio of llquld:total gas introduced 
into the bed is in the range 5: 1 00 lo 85: 1 00. 

40 

16. A process as claimed in Claim 2 wherein each nozzle is arranged substantially vertically in the fluidised bed. 

17. A process as claimed in Claim 2 wherein the gas-induced atomising nozzle comprises: 

(a) at least one inlet for a pressurised liquid. 

(b) at least one inlet for an atomising gas, 

(c) a mixing chamber for mixing said pressurised liquid and said atomising gas. and 

(d) at least one outlet through which said mixture of gas and liquid is discharged. 

50 18. A process as claimed in Claim 17 wherein the atomising gas is make-up ethylene. 

19. A process as claimed In Claim 17 or 18 wherein the nozzle is provided with a plurality of outlets. 

20. A process as claimed in Claim 19 wherein substantially all of the outlets are of a slot configuration. 

21. A process as clainned in any one ol Claims 17-20 wherein the volume ot the mixing (atomising) chamber relative 
to the volume of liquid passing through the chamber expressed as: Volume of mixing chamber (in cubic cmV Liquid 
flowrate (cubic cm per second), is in the range 5x10-3 to 5x10-i seconds. 
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22. A process as claimed in any one of Claims 16-20 wherein the weight ratio of atomising gas to pressurised liquid 
is in the range 5:95 to 25:75. 

23. A process as claimed in any one of Claims 16 to 22 wherein the liquid droplet size at the outlet of said nozzle is 
5 in the range 50 to 4000 micrometres. 

24. A process as claimed in any one of Claims 16 to 23 wherein the pressure drop in the gas atomising nozzle is in 
the range 3 to 5 bar and in the liquid-only nozzle is 4 to 5 bar. 

10 25. A process as claimed in any one of Claims 16 to 24 wherein the nozzle is provided with means for providing an 
emergency gas purge through said nozzle. 

26. A process as claimed in claim 2 wherein the liquid is introduced into the reactor as one or more jets of liquid alone, 
or one or more jets of liquid and gas. from one or more jet outlets, each jet having a horizontal momentum flux of 
IS al least 100x10^ Kg s*^ m*2 x m s*"" for the liquid only jets and at least 200x10^ Kg s'** m'2 x m s for the liquid/ 

gas jets, wherein the horizontal momentum flux is defined as the mass flow rate of liquid (kilogrammes per second) 
in the horizontal direction per unit crossectional area (square metres) of the jet outlet from which it emerges, 
multiplied by the horizontal component of the velocity (metres per second) of the jet. 

20 27. A process as claimed in Claim 26 wherein the horizontal momentum flux of each of the liquid or liquid/gas jets is 
at least 250x1 0^ Kg s'^ m-2 x m s""*. 

28. A process as claimed in any one of Claims 26 or 27 wherein the one or more liquid or liquid/gas jets are directed 
substantially horizontally into the bed. 

25 

29. A process as claimed in any one of Claims 26 to 28 wherein the one or more jets of liquid or liquid/gas emerge 
from jet outlets carried by one or more nozzles. 

30. A process as claimed in Claim 29 wherein a plurality of nozzles are employed spaced equidistant from one another 
30 and from the vertical wall of the fluidised bed reactor. 

31. A process as claimed in Claim 29 or 30 wherein the the number of nozzles per 10 square metres of the horizontal 
crossectional area of the bed is in the range 1 to 4. 

3S 32. A process as claimed in ariy one of Claims 29 to 31 wherein the number of jet outlets in each nozzle is in the range 
in the range 3 to 16. 

33. A process as claimed in any one of Claims 29 to 32 wherein each nozzle carries a plurality of jet outlets spaced 
circumferentially around the nozzle. 
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34. A process as claimed in any one of Claims 29 to 33 wherein the jet outlets are substantially slot shaped. 



PatentansprGche 

45 

1. Kontinuierliches Gaswirbelbettvertahren zur Polymerisation von Olefinmonomer ausgewahll aus (a) Ethylen, (b) 
Propylen, (c) Mischungen von*Ethylen und Propylen und (d) Mischungen von a, b oder c mil einem oder mehreren 
anderen a-Olefinen in einem Wirbelbettreaktor. indem kontinuierlich ein Gasstrom, der mindestens etwas Ethylen 
und/oder Propylen umfafSt, durch ein Wirbelbett in dem Reaktor in Gegenwart eines Poiymerisationskatatysators 

so unter reakliven Bedingungen im Kreislauf gef uhrt wird, mindestens ein Tell des Gasstromes, der aus dem Reaktor 

abgezogen wird, auf eine Temperatur gekuhit wird, bei der die FlOssigkeit kondensiert, mindestens ein Teil der 
kondensierten FlOssigkeit aus dem Gasstrom abgelrennt wird und mindestens ein Teil der abgetrennlen FlOssigkeit 
direkt in das Wirbelbett an oder uber dem Punkt. bei dem der Gasstrom, der durch das Wirbelbett geleitet wird, 
im wesentlichen die Temperatur des Gasstromes erreicht hat. der aus dem Reaktor abgezogen wird. eingeleitet 

55 wird. 

2. Konlinuierliches Gaswirbelbettvertahren zur Polymerisation von Olefinmonomer ausgewahit aus (a) Ethylen. (b) 
Propylen, (c) Mischungen von Ethylen und Propylen und (d) fy/lischungen von a, b oder c mit einem oder mehreren 
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anderen a-Olefinen in einem Wirbelbettreaktor. indem kontinuierlich ein Gasstrom, der mindestens etwas Ethylen 
und/oder Propylen umfaOt. durch ein Wlrbelbett in dem Reaktor in Gegenwart eines Polymerisationskatalysators 
unter reaktiven Bedingungen im Kreislauf gefuhrt wird, mindestens ein Teil des Gasstromes, der aus dem Reaktor 
abgezogen wird, auf eine Temperatur gekuhit wird, bei der die Flussigkeit kondensiert, mindestens ein Teil der 
5 kondensierten Flussigkeit aus dem Gasstrom abgetrennl wird und die Flussigkeit direkt in das Wirbelbett uber 

eine Oder mehrere nur mit Flussigkeit betriebene Dusen Oder gasinduzierte Zerstauberdusen eingefuhrt wird. 

3. Vertahren nach Anspruch 1 oder 2, worin das Wirbelbett von einem Fluidisierungsgitler gehallen wird. 

10 4. Verfahren nach einem der vorhergehenden Anspruche, worin eine Oder mehrere andere a-Olefine 4 bis B Koh- 
tenstoffatome aufweisen. 

5. Vertahren nach einem der vorhergehenden Anspruche. worin Ethylen oder Propylen in einer Menge von minde- 
stens 70 % der Gesamtmonomeren vorhanden sind. 

15 

6. Verfahren nach einem der vorhergehenden Anspruche, worin im wesentlichen der gesamte Umlauf gasstrom ge- 
kuhit wird und in flOssige und gasformige Komponenten aufgetrennt wird und im wesentlichen die gesamte abge- 
trennte Flussigkeit in den Reaktor eingeleitet wird. 

20 7. Verfahren nach einem der vorhergehenden AnsprOche, worin die Flussigkeit direkt in das Wirbelbett an einer 
Vielzahl von Orten innerhalb des Bettes eingeleitet wird. 

8. Verfahren nach einem der vorhergehenden Anspruche. worin die Gasgeschwindlgkeit in dem Wirbelbett im Bereich 

von 50 bis 70 cm/s liegt. 

2$ 

9. Verfahren nach einem der vorhergehenden Anspruche, worin der Polymerisationskatalysator ein Metallocen ist. 

10. Verfahren nach Anspruch 10, worin das Metalkx;en auf Siliciumdioxid ats Trager ist. 

30 11. Verfahren nach einem der vorhergehenden Anspruche, worin der Katalysator oder das Prapolymer in das Wirbel- 
bett in der kondensierten Flussigkeit eingeleitet werden. 

12. Verfahren nach einem der vorhergehenden Anspruche, worin der abgelrennte Flusslgkeitsstrom durch KOhlung 
gekuhll wird vor Einleitung in das Wirbelbett. 

35 

13. Verfahren nach einem der vorhergehenden Anspruche, worin Zusatzethylen in den abgelrennlen Umlaulgasstrom 
vor der Wiedereinfuhrung in den Reaktor eingeleitet wird. 

14. Verfahren nach einem der vorhergehenden Anspruche, worin die Flussigkeit in das Wirbelbett in einer Rate im 
40 Bereich von 0,3 bis 4.9 m^ Flussigkeit pro m^ Bettmaterial pro Stunde eingeleitet wird. 

15. Verfahren nach einem der vorhergehenden Anspruche, worin das Gewichtsverhaltnis von Flussigkeit zu Gesamt- 
gas. das in das Bett eingeleitet wird, im Bereich von 5:100 bis 85:100 liegt. 

45 16. Verfahren nach Anspruch 2, worin jede Duse im wesentlichen vertikal in dem Wirbelbett angeordnet ist. 

17. Verfahren nach Anspruch 2. worin die gasinduzierte Zerstauberduse umfaBt: (a) mindestens einen EinlaB fur eine 
unter Druck gesetzte Flussigkeit. (b) mindestens einen EinlaB fur ein Zerstaubergas. (c) eine Mischkammer zum 
Vermischen der unter Druck gesetzten Flussigkeit und des Zerstaubergases und (d) mindestens eine AuslaBoff- 

so nung, durch die die Mischung aus Gas und Flussigkeit ausgetragen wird. 

18. Verfahren nach Anspruch 17. worin das Zerstaubergas Zusatzethylen Ist. 

19. Verfahren nach Anspruch 17 Oder 18. worin die Duse mit einer Vielzahl von AuslaBoffnungen versehen ist. 

55 

20. Vertahren nach Anspruch 1 9, worin im wesentlichen alle AuslaBoffnungen die Konfiguration eines Schlitzes haben. 

21. Verfahren nach einem der Anspruche 17 bis 20. worin das Volumen der Misch-(Zerstaubungs-)kammer bezogen 
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auf das Volumen der FIDssigkeit, die durch die Kammer flieBt, ausgedruckt als: Nfelumen der Mischkammer (in 
cm^)/Flussigkeitsdurchflu6rale (cm^/s). im Bereich von 5x10'^ bis 5 x 10''' s liegt. 

22. Veiiahren nach einem der Anspruche 16 bis 20, worin das Gewlchtsverhaltnis von Zerstaubergas zu unter Druck 
5 gesetzter FIDssigkeit im Bereich von 5:95 bis 25:75 liegt. 

23. Verlahren nach einem der Anspruche 16 bis 22, worin die.Gr63e der Flussigkeitstropfchen an der AuslaBoflnung 
der Duse im Bereich von 50 bis 4.000 ^m liegt. 

10 24. Verfahren nach einem der Anspruche 16 bis 23, worin der Druckabfall in der GaszerstauberdOse im Bereich von 
3 bis 5 bar und in der nur mit FIDssigkeit betriebenen DDse 4 bis 5 bar ist. 

25. Verlahren nach einem der Anspruche 16 bis 24, worin die Duse mit einer Einrichtung versehen Ist, um eine Not- 
gasspulung uber die Duse vorzusehen. 

15 

26. Verfahren nach Anspruch 2. worin die FIDssigkeit in den Reaktor in Form eines Oder mehrerer Flussigkeitsstrahlen 
allein oder eines Oder mehrerer Strahlen aus Flussigkeil und Gas aus einer oder mehreren StrahlauslaBoffnungen 
eingeleitet wird. wobei jeder Strahl einen horizontalen ImpulsfluB von mindestens 100 x 10^ kg s'^ m*2 x m s**" fur 
die nur mil FIDssigkeit betriebenen Strahlen und mindestens 200 x 10^ kg s'^ m'^ x m s'^ fDr die Flussigkeits/ 

20 Gasstrahlen hat, wobei der horizontale ImpulsfluB definiert ist als der Massendurchsatz der FIDssigkeit (kg/s) in 

horizontaler Richtung pro Querschnittseinheit (m^) der StrahlauslaBoffnung. aus der er austritt multipliziert mit der 
horizontalen Komponente der Geschwindigkeit (m/s) des Slrahls. 

27. Verfahren nach Anspruch 26, worin der horizontale ImpulsfluB jedes FlDssigkeits- Oder Flussigkeits/Gasstrahts 
25 mindestens 250 x 10^ kg s*^ m'^ x m s''' ist. 

28. Verfahren nach einem der AnsprDche 26 Oder 27. worin einer Oder mehrere Flussigkeits- Oder Ftussigkeits/Gas- 
strahlen im wesentlichen horizontal in das Bett gerichtet sind. 

30 29. Verfahren nach einem der AnsprDche 26 bis 28, worin einer oder mehrere Strahlen aus FIDssigkeit oder FIDssigkeit/ 
Gas aus den StrahlauslaBoffnungen. die auf einer oder mehreren DDsen vorhanden sind. austreten. 

30. Verfahren nach Anspruch 29. worin eine Vielzahl von Dusen angewendet werden, die im gleichen Abstand von- 
einander und von der vertikalen Wand des Wirbelbettreaktors angeordnet sind. 

3S 

31. Verfahren nach Anspruch 29 oder 30. worin die Anzahl der DDsen pro 10 m^ des horizontalen Querschnitts des 
Bettes im Bereich von 1 bis 4 liegt. 

32. Verfahren nach einem der Anspruche 29 bis 31 . worin die Anzaht der StrahlauslaBoffnungen in jeder DDse im 
40 Bereich von 3 bis 16 liegt. 

33. Verfahren nach einem der AnsprDche 29 bis 32. worin jede DDse eine Vielzahl von StrahlauslaBoffnungen tragt. 
die im Abstand voneinander Im Umfang rund um die Duse angeordnet sind. 

45 34. Verfahren nach einem der AnsprDche 29 bis 33. worin die StrahlauslaBoffnungen im wesentlichen schlitzformig 
sind. 



Revendications 

so 

1. Proc^de en continu en lit fluidis^ par un gaz pour la polymerisation d'un monom^re ol^finique choisi parmi (a) 
t'^thylene, (b) le propylene, (c) les melanges d'^thyl^ne et de propylene et (d) des melanges de a. b et c avec une 
ou plusieurs aulres alpha-olefines dans un reacteur en continu k lit fluidise consistent S recycler en continu un 
courant gazeux comprenant au moins une partie de r6thylene et/ou du propylene k travers un lit fluidis6 dans ledit 
55 reacteur en presence d'un catalyseur de polymerisation dans des conditions de reaction, au moins une partie dudit 

courant gazeux soutir^ dudit reacteur dtant ref roidie ^ une temperature a laquelle le liquide se condense, a s^parer 
au moins une partie du liquide condense du courant gazeux et k introduire au moins une partie du liquide s6par6 
directement dans le lit fluidis^ au point, ou au-dessus du point, auquel le courant gazeux traversant le lit fluidis6 
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a atteint pour Tessentiel la temperature du courant gazeux en cours de soutirage du reacteur. 

2, Precede en continu en lit fluidise par un gaz pour ia polymerisation d'un monomfere ol^finique choisi parmi (a) 
I'ethylene. (b) le propylene, (c) les melanges d'ethyl^ne et de propylene et (d) les melanges de a, b et c avec une 

s ou plusieurs aulres alpha-olefines dans un reacteur a lit fluidis6 consislant ^ recycler en continu un courant gazeux 

comprenant au moins une partie de T^thyldne et/ou du propylene ^ travers un lit fluidis6 dans ledtt reacteur en 
presence d'un catalyseur de polymerisation dans des conditions de riaclion, au moins une partie dudit courant 
gazeux soutire dudit reacteur etant retroidie ^ une temperature a laquelle le liquide se condense, k s^parer au 
moins une partie du liquide condense du courant gazeux et k introduire le liquide s^pare directement dans le lit 

10 fluidise par une ou plusieurs buses destinees k un liquide seul. ou buses d'atomisatlon Indultes par un gaz. 

3. Precede selon Tune des revendications 1 ou 2, dans lequei le lit fluidise est supporte au-dessus d'une grille de 
fluidlsation. 

IS 4. Procede selon Tune des revendications precedentes, dans lequei ladite ou lesdites autres alpha-olefines ont 4 k 
8 atomes de carbone. 

5. Procede selon I'une des revendications precedentes, dans lequei I'ethylfene et le propylene sont presents en une 
quantite d'au moins 70 % de la totalite des monom^res. 

20 

6. Procede selon Tune des revendications precedentes, dans lequei essentieltement tout le courant gazeux recycle 
est relroldl et separe en des composants liquide et gazeux. et essentiellement tout le liquide separe est introduit 
dans le reacteur. 

2B 7. Procede selon Tune des revendications precedentes, dans lequei le liquide est introduit directement dans le tit 
fluidise en une pluralite de positions dans ledit lit. 

8. Procede selon Tune des revendications precedentes, dans lequei la vitesse du gaz dans le lit fluidise est comprise 

entre 50 el 70 cm/seconde. 

30 

9. Procede selon I'une des revendications precedentes, dans lequei le catalyseur de polymerisation est un metallo- 
cene. 

10. Procede selon la revendication 9. dans lequei le metallocene est supporte sur de la silice. 

11. Procede selon I'une des revendications precedentes. dans lequei le catalyseur ou prepolymere est introduit dans 
le lit fluidise dans le liquide condense. 

12. Procede selon I'une des revendications precedentes, dans lequei le courant liquide separe est refroidi par reiri- 
40 geration avant son introduction dans le lit fluidise. 

13. Procede selon I'une des revendications precedentes, dans lequei rethyiene d'appoint est introduit dans le courant 
gazeux recycle separe avant sa reintroduction dans le reacteur. 

45 14, Procede selon I'une des revendications precedentes. dans lequei le liquide est introduit dans le lit fluidise S un 
debit compris entre 0.3 el 4,9 m^ de liquide par m^ de matiere de lit par heure. 

15. Procede selon Tune des revendications precedentes dans lequei le rapport ponderal liquide:gaz total introduit dans 
le lit est compris entre 5:100 et 85:10. 

so 

16. Procede selon la revendication 2, dans lequei chaque buse est dispos6e essentiellement verticalement dans le lit 
fluidise. 

17. Procede selon la revendication 2. dans lequei la buse d'atomisatlon induite par un gaz comprend : 

55 

(a) au moins une entree pour un liquide sous pression, 

(b) au moins une entree pour le gaz d'atomisatlon. 

(c) une chambre de melange pour meianger ledit liquide sous pression et ledit gaz d'atomisatlon, et 
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(d) au moins une sortie a travers laquelle ledit melange de gaz et de liquide est soutird. 
18. Proc^dd selon la revendication 17. dans lequel ie gaz d'atomlsatbn est de T^thyl^ne d'appotnt. 
s 19. Precede selon les revendications 17 ou 18, dans lequel la buse est munie d*une plurality de sorties. 

20. Precede selon la revendication 19. dans lequel essentiellement toutes les sorties ont une configuration en fente. 

21. Proced6 selon Tune des revendications 17 ^ 20. dans lequel Ie volume de la chambre de melange (atomisation) 
10 par rapport au volume de liquide traversant la chambre, exprime en : volume de chambre de melange (en cm^)/ 

debit liquide (cm^ par seconde). est compris entre 5 x 10*^ et 5 x 10*'' seconde. 

22. Procede selon I'une des revendications 16 a 20. dans lequel Ie rapport ponderal du gaz d'atomlsation au liquide 

sous pression est compris entre 5:95 et 25:75. 

1$ 

23. Procede seion I'une des revendications 16 ^ 22, dans lequel la taille des gouttelettes de liquide k la sortie de ladite 
buse est comprise entre 50 et 4 000 \im. 

24. Proc6d6 selon Tune des revendications 16 ^ 23, dans lequel la perte de charge dans la buse d'atomlsation par un 
20 gaz est comprise entre 1 et 5 bar et dans Ie buse destin^e k un liquide seul ede est comprise entre 4 et 5 bar. 

25. Proc6d6 selon I'une des revendications 16 a 24, dans lequel la buse est munie de moyen en vue d*offrir une purge 
de gaz d'urgence k travers ladite buse. 

25 26. Procede selon la revendication 2, dans lequel Ie liquide est introduit dans Ie reacteur sous forme d'un ou plusieurs 
jets de liquide seul, ou bien un ou plusieurs jets de liquide et de gaz, k partir d'une ou plusieurs sorties de jet, 
chaque jet ayant un flux de moment horizontal d'au moins 100 x 10^ kgs"^ x ms'^ pour les jets a liquide seul et au 
moins 200 x 10^ Rgs'"" x ms*^ pour les jets k liquide/gaz. ou Ie flux de moment horizontal est d^fini comme Ie d6bit 
massique de liquide (kilogramme par seconde) dans la direction horizontale par surface de section unitaire (mfetre 

30 carr^) de la sortie de jet d'ou il Emerge, multipli6 par la composante horizontale de la vitesse (mdtre par seconde) 

du jet. 

27. Procede selon la revendication 26, dans lequel Ie flux de moment horizontal de chacun des jets de liquide ou de 
liquide/gaz est d'au moins de 250 x 10^ kg.s-^ m-2.ms*i- 

35 

28. Proced6 selon Tune des revendications 26 ou 27. dans lequel un ou plusieurs jets de liquide ou de liquide/gaz 
sont diriges essentiellement horizontalement dans Ie lit. 

29. Proc^d^ selon I'une des revendications 26 d 28. dans lequel un ou plusieurs jets de liquide ou de liquide/gaz 
40 Emergent k partir de sorties de jet port^es par une ou plusieurs buses. 

30. Proc^d^ selon la revendication 29, dans lequel une pluralite de buses est employee, les buses 6tant espac6es 
de maniere equidistante les unes des autres et de la parol verticale du reacteur k lit (luidis^. 

<5 31. Procede selon I'une des revendications 29 ou 30. dans lequel Ie nombre de buses par 10 de la surface de la 
section horizontale du lit est compris entre 1 et 4. 

32. Procede selon I'une des revendications 29 et 31. dans lequel Ie nombre de sorties de jet dans chaque buse est 
compris entre 3 et 16. 

so 

33. Proc6d6 selon I'une des revendications 29 el 32, dans lequel chaque buse porte une plurality de sorties de jet 
espac^es Ie long de la circonf^rence autour des buses. 

34. ProcSd^ selon Tune des revendk:ations 29 et 33. dans lequel les sorties de jet ont essentiellement une forme de 
55 fente. 
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